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PROCESSES
Scoring
p. 157

Bending

Repousse
p. 77

Polishing
p. 71
Annealing
Cutting

Bending

Coiling
p. Ill
Ball
Making
p. 120
Knotting

Binding

Score the triangles lengthwise in the center with
a triangular file.

Bend on the scored line.

Raise the ovals slightly on a lead block using a

broad repousse tool.

Bend the edges of each to measure % inch

apart to form a cupped unit.

Polish with a felt buffing wheel and tripoli.

Sterling silver wire 20-gauge.  Anneal the wire.

Cut eight 1^-inch lengths of wire.

Cut eight 1 l^'inch lengths of ware.

Bend the wires in the center with round nose

pliers.

Curve the, ends of the wires as shown in A and

B (Fig. 88).

Coil four cones of wire; leave about 1 inch of

wire on the end of each cone.

Fine silver wire 18-gauge,

Make eight small balls and four large balls.

Make a square knot.

ASSEMBLING PARTS OF THE
ORNAMENT

Bind B on A so the two looped ends are even.
Insert flat binding wire between A and B a little
above center to keep the solder from flowing
beyond this point as shown in Fig. 89.
Bind with cotter pins the eight cup-shaped
units so they overlap as shown in Fig. 89.